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PROCESSES                                    ORNAMENT

Transferring         Sterling silver sheet 16-gauge.

the                        Transfer the pattern for the sawed unit to the

Pattern                  metal

Sawing                  Saw the metal to pattern.

Annealing             Anneal the metal.

Sawing                  Sterling silver wire half round 10-gauge.

Saw three pieces of wire to fit the sawed unit.
Filing                    File the ends of the wires at an angle.

Binding                 Bind the three wires firmly together,

'Soldering               Solder the wires on the flat side.

Shaping                 Shape the sawed unit in the forming block to

the contour of the shank as shown in Fig. 75.

Shape the wire unit in the wooden forming

block as shown in Fig. 74 to fit the contour of

the sawed unit.

Filing                    File the ends of the wires to true.

Binding                 Bind the wire unit to the sawed unit

Soldering               Solder together.

JOINING THE RING SHANK AND-
ORNAMENT

Binding                 Bind the joint of the ring shank under the cen-

ter of the ornament.

Soldering               Solder points of contact.

Cleaning               Remove excess solder.

Polishing               Buff with a bristle buffing wheel and tripoli.

Polish with a chamois buffing wheel.

Coloring                Color with potassium sulphide solution.

p. 72                    Remove any excess color with whiting.

Polish ^vi#i $ soft cloth buffing wheel.